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TITLE OF THE INVENTION 

R AP^ C ° rd 311(1 Pneumatic T*e Employing the Metallic Cord 
BACKGROUND OF THE INVENTION 
Field of the Invention 

The present invention relates to a metallic cord for reinforcing a tire 
and a pneumatic tire employing the metallic cord for a belt layer and/or a 
carcass. 

Description of the Prior Art 

Important subjects for a pneumatic radial tire, particularly a radial 
tire for a passenger car are reduction of rolling resistance, improvement of 
durability, reduction of the manufacturing cost, and improvement in 
comfortableness of the car. 

The characteristics of a belt layer, particularly those of a cord 
embedded in the belt layer and the rigidity of the belt layer exert 
remarkable influence on improvement of the aforementioned performance 

For example, Japanese Utility Model Laying-Open No. 63-19404 
(1988) proposes a technique of reducing the rolling resistance of a tire by 
employing not a cord but a steel wire material for a belt layer. In such a 
tire, however, the steel wire material is disadvantageously broken when a 
car provided with the tire repeats steep turns. 

The rigidity of the belt layer dominates deformation of the belt layer 
when a car provided with the tire is in motion, and influences the basic 
performance and durability of the tire. In particular, the rigidity of the 
belt layer influences the rolling resistance, high-speed driving performance 
and-cor-nerag-performan^^^ 

crackinp* hptwooT-i ^j;^ ™ j , . . . . c 



cracking between plies on an endportion of the belt layer caused by a load 
applied to the tire when the car is in motion. Therefore, prescribed 
rigidity of the belt layer must be ensured. The belt end separation is 
caused by growth of cracking of rubber resulting from stress concentrating 
on the end portion of the belt layer due to repetitive deformation of the belt 
layer when the car provided with the tire is in motion, particularly 
deformation of the belt layer upon cornering. Therefore, resistance 
against such belt end separation is important for attaining durability of the 



tire. 



On the other hand, a pneumatic radial tire for a truck or a bus used 
under severe conditions due to a high load and high-speed driving must 
keep the strength of not only a cord for a belt layer but also a carcass ply 
cord at high levels. In general, the carcass of such a radial tire for a truck 
or a bus is improved in transverse rigidity in order to maintain steering 
stability and subjected to repetitive deformation following high-speed 
driving under a high load. Therefore, the carcass cord is formed by a steel 
cord, in order to satisfy requirement for strength and durability for 
sufficiently withstanding such distortion/deformation. 

In general, a single-layer stranded structure or a multilayer 
stranded structure of 7 x 4, 3 + 7 or 3 + 8 + 13 is employed for the carcass 
cord of this type of tire. When such a cord densely charged with steel 
wires is embedded in carcass rubber, however, rubber insufficiently 
penetrates into the steel cord. Therefore, when a side wall portion is 
damaged by sharp stones and rocks during driving, for example, it follows 
that water penetrates from the damaged portion, which in turn serves as a 
starting point diffusing moisture in a clearance defined in the steel cord 
and spreading rust. Consequently, adhesion between the steel cord and 
the rubber is deteriorated and the steel cord is broken to reduce the 
durability of the tire. 

Further, the aforementioned steel cord having a complicated 
structure requires complicated manufacturing steps, to result in a high 
manufacturing cost for the metallic cord. 

-In-order-to-soLve4 ; hese-problems,-there-.'are-proposed-the-so=caUed 



loosed cord formed by stranding steel wires while defining a clearance 
therebetween and a steel cord prepared by stranding formed steel wires 
and defining a clearance between the wires for improving penetrability of 
rubber into the cord. However, such a steel cord requires a forming step 
as weU as a stranding step for the steel wires to result in a high 
manufacturing cost for the steel cord, while the steel wires come apart from 
each other in a step of molding the tire to damage uniformity and 
durability of the product tire. 



In order to solve this problem, each of Japanese Patent Laying-Open 
Nos. 10-292275 (1998) and 10-292276 (1998), for example, employs an 
unstranded metallic cord. However, cord wire materials forming the 
unstranded metallic cord not shaped as a cord disadvantageous^ come 
apart from each other in a step of molding a tire, to result in various 
problems in the step. 

Japanese Patent Laying-Open No. 11-21776 (1999) discloses an 
example binding unstranded cords with a wrapping wire. However, the 
wrapping wire bundling and shaping a plurality of steel wires locally rubs 
the steel wires to reduce durability. Prevention of such rubbing is limited 
since shaping performance is reduced when the cords are loosely bundled 
SUMMARY OF THE INVENTION 

An object of the present invention is to provide a metallic cord for 
reinforcing a tire moldable in a tire manufacturing step without 
complicating operations and keeping strength by reducing rusting and a 
pneumatic tire employing the metallic cord for a belt layer and/or a carcass 
• and having excellent durability and rolling resistance. 

The present invention provides a metallic cord for reinforcing a tire 
formed by shaping a bundle prepared by paralleling a plurality of metallic' 
wires having substantially circular sections^ an unstranded state with a 
binder of a polymer material having a melting point of 50°C to 200°C. 

The (said polymer material is preferably low-density polyethylene or 
medium-density polyethylene. The diameters of the said metallic wires 
are preferably 0.15 to 0.3 mm. The said binder is formed by a cord, a tape- 



The present invention also provides a pneumatic tire having a 
framework of a carcass toroidally extending between a pair of bead portions 
with a crown portion of the carcass reinforced with a belt layer consisting of 
at least two plies, and at least one ply of the belt layer is formed by 
embedding a metallic cord obtained by shaping a bundle prepared by 
paralleling a plurality of metallic wires having substantially circular 
sections in an unstranded state with a binder of a polymer material having 
a melting point of 50°C to 200°C in rubber. 



The present invention further provides a pneumatic tire having a 
framework of a carcass toroidally extending between a pair of bead portions 
with a crown portion of the carcass reinforced with a belt layer consisting of 
a plurality of plies, and at least one ply of the belt layer is formed by 
embedding a metallic cord obtained by shaping a bundle prepared by 
paralleling a plurality of metallic wires having substantially circular 
sections in an unstranded state with a binder of a polymer material having 
a melting point of 50°C to 200°C in rubber. 

The foregoing and other objects, features, aspects and advantages of 
the present invention will become more apparent from the following 
detailed description of the present invention when taken in conjunction 
with the accompanying drawings. 
BRIEF DESCRIPTION OF THE DRAWINGS 

Figs. 1 and 2 schematically illustrate metallic cords according to 
embodiments of the present invention; 

Fig. 3 is a sectional view showing the right half of a pneumatic tire 
for a passenger car according to the present invention; and 

Fig. 4 is a sectional view showing the right half of a pneumatic tire 
for a truck or a bus according to the present invention. 
DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Embodiments of the present invention are now described with 
reference to the drawings. Fig. 1 schematically illustrates a metallic cord 
1 according to an embodiment of the present invention. The metallic cord 
1 is formed by bundling a plurality of, e.g. two to 15, preferably two to 10 
.(ny.ein.Fig,a.)jnetamc-wra^ 



unstranded state and shaping the bundle with a binder 3 of a polymer 
material. The steel wires 2 are wavily or spirally formed. While all wires 
2 can be wavily or spirally formed at the same pitch, wavy or spiral steel 
wires having different shapes and different pitch phases can arbitrarily be 
combined with each other at need. In this case, a constant clearance is 
denned between the steel wires for further improving penetration of rubber 
and reinforcing adhesion between the rubber and the metallic cord 1 when 
the metallic cord 1 is embedded for a belt layer. 



The steel wires 2 forming the metallic cord 1 can have substantially 
circular sectional shapes, i.e., circular, elliptic or flat oval shapes. When 
applied to the belt layer, the diameters of the steel wires 2 are preferably 
0. 15 to 0.40 mm. When the steel wires 2 have elliptic or flat oval sections, 
the average lengths and breadths are within the range of 0.15 to 0.40 mm. 
When set in the aforementioned range of the diameters, the steel wires 2 
can supply proper rigJity^to A thevbelt-layer and reduce rolling resistance as 
well as separation"of an end portion of the belt layer. It is also possible to 
combine'^ plurality of types of steel wires having different diameters 
within the aforementioned range with each other. 

When applied to a carcass, on the other hand, the diameters of the 
steel wires 2 are preferably 0. 15 to 0.30 mm. When set in the 
aforementioned range of the diameters, the steel wires 2 can supply proper 
transverse rigidity to the carcass and maintain steering stability, in. high- 
speed driving. 

^ After the plurality of steel wires 2 are bundled in an unstranded 
stated the metallic cord 1 is shaped with the binder 3 of the polymer 
material. The binder 3 of the polymer material can preferably be prepared 
from thermoplastic resin having a melting point of 50°C to 200°C such as 
low-density polyethylene (melting point: 102 to 112°C), medium-density 
polyethylene (melting point: 110 to 120°C) or polypropylene (melting point: 
about 165°C), for example. A molded tire is set in a curing mold under a 
temperature condition of 150°C to 200°C. Therefore, the binder 3 of the 
polymer material shapes the steel wires 2 not to come apart from each other 

-in-theJ;irejmolding-step — IJnder_the-Curing_condition,_onjthe_otherJtiand, 

the binder 3 is melted to release the steel wires 2 from each other so that 
rubber readily penetrates into the clearance between the steel wires 2. 
The polymer material forming the binder 3 diffuses into the peripheral 
rubber in the curing step. If the melting point of the binder 3 exceeds 
200°C, therefore, 1 the binder 3 is not melted under the curing condition, the 
rubber insufficiently penetrates into the metallic cord 1 and the required 
effects cannot be expected. If the melting point of the binder 3 of the 
polymer material is less than 50°C, the binder 3 flows upon a slight 



temperature rise in a tire manufacturing step and cannot attain a shaping 
function. Therefore, the melting point of the binder 3 is preferably 100°C 
to 200°C. 

The binder 3 can be formed by working the aforementioned polymer 
5 material into the shape of a tape of 5 to 20 mm in width, a string or fiber or 
stranding a plurality of fibrous materials into a cord, or may have a shape 
selected from various ones. 

The binder 3, shaping the plurality of steel wires 2 by spirally 
wrapping the plurality of bundled steel wires 2 in the longitudinal direction 
10 as shown in Fig. 1, may alternatively partially bind the steel wires 2 along 
the longitudinal direction. 

Fig. 2 shows a metallic cord 1 1 according to another embodiment of 
the present invention. 

Referring to Fig. 2, the metallic cord 11 is formed by paralleling 
15 metallic wires such as five straight steel wires 12, for example, and 

bundling the same in an unstranded state. Binders 13 shape the steel 
wires 12 at prescribed intervals along the longitudinal direction. 

The steel wires 12 have sectional shapes and diameters within the 
aforementioned ranges, while steel wires 12 having different diameters can 
be combined with each other or the straight steel wires 12 can be combined 
with spiral or wavy steel wires. In this case, penetration of rubber into the 
metallic cord 1 1 is further improved. 

The inventive metallic cord can be embedded in a belt layer for 
manufacturing a pneumatic tire. 

Fig„3 as-ajsectional :vdew^howmg_^ 
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according to the present invention. Referring to Fig. 3, the pneumatic tire 
4 has a framework of a carcass 6 toroidally extending between a pair of 
bead portions 5, while a crown portion of the carcass 6 is reinforced by a 
belt layer 7 consisting of at least two plies and a tread portion 8 is arranged 
on the outer side of the belt layer 7(along the diametral direction of the tire 
4. The aforementioned metallic cord forms at least one of the plies 'of the 
belt layer 7. 

While the metallic cord is preferably formed by two to 15 metallic 
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wires, two to six metallic wires are preferably applied to a belt layer of a 
radial tire for a passenger car in general. In order to attain prescribed 
rigidity of the belt layer with metallic cords each formed by a single 
metallic wire, the number of ends of the metallic cords must be increased in 
the ply. Therefore, the space between the metallic cords is so narrowed 
that rubber readily separates from the ends of the metallic cords on both 
ends of the belt layer. This propagates between adjacent *>nes of the 
metallic cords to readily induce separation of the ply on both ends of the 
belt layer. 

When the number of metallic wires forming each metallic cord 
exceeds 15, on the other hand, the rigidity of the belt layer is excessively 
increased to deteriorate comfortableness of a passenger car employing a 
radial tire dedicated to a passenger car. When employing two to six 
metallic wires for each metallic cord of the aforementioned tire for a 
passenger car, the count of the metallic cords in the belt layer is 10 to 50 
preferably 20 to 40 per width of 50 mm. 

The metallic cord is embedded in rubber through a topping step for 
covering the metallic cord with rubber heated to 50°C to 120°C. In this 
case, the aforementioned binder may be melted so that the rubber readily 
penetrates into clearances between the metallic wires forming the metallic 
cord. The ply of the belt layer obtained in this manner has no such 
problem that the metallic wires come apart from each other in later steps 
In order to form the belt layer with plies, at least one of the plies is 
formed by the aforementioned metallic cord according to the present 
invention._WJien^pphedJo-a4ire-for-a-passenger_car,_such.metalhccor^ 



are arranged to intersect with each other in opposite directions at an angle 
of 10 to 30° along the circumferential direction of the tire. 

According to the present invention, such metallic cords are embedded 
m a carcass of a pneumatic radial tire for a truck or a bus. 

Fig. 4 is a sectional view showing the right half of a pneumatic radial 
tire 14 for a truck or a bus according to the present invention. Referring to 
Fig. 4, the pneumatic radial tire 14 for a truck or a bus has a framework of 
a carcass 16 toroidally extending between a pair of bead portions 15 and a 



crown portion of the carcass 16 is reinforced with a belt layer 17 consisting 
of four plies, while a tread portion 18 is arranged on the outer side of the 
belt layer 17 along the diametral direction of the tire 14 and a bead apex 19 
is arranged between the carcass 16 and its folded portion. The 
aforementioned metallic cords form the plies of the carcass 16. 

While each metallic cord is preferably formed by two to 15 metallic 
wires, five to 10 metallic wires are preferably applied to the pneumatic 
radial tire 14 for a truck or a bus in general. While the count of the 
metallic cords in the plies must be adjusted in order to supply prescribed 
rigidity to the carcass 16, the space between the metallic cords is narrowed 
if the number of wires forming each metallic cord is small to readily cause 
abrasion between the metallic cords or separation of rubber from an end 
16a of the carcass 16. This propagates between adjacent ones of the 
metallic cords, to readily induce separation of the plies on the folded ' 
portion of the carcass 16. 

When the number of the metallic wires exceeds 15, on the other hand, 
it is difficult for the rubber to penetrate into central portions of the cords. 
When forming each metallic cord with two to 10 metallic wires, the count of 
the metallic cords in the carcass 16 is 10 to 55, preferably 20 to 40 per 
width of 50 mm. 

The metallic cord forming the carcass 16 is embedded in the rubber 
through the aforementioned topping step. In this step, the metallic cord is 
covered with the rubber heated to 50°C to 120°C, similarly to the case of 
manufacturing the belt layer. In this case, the aforementioned binder is 
melted.and.the^.ubber^eadily_penetrates.into-the-clearances-between_the^ 



metallic wires forming the metallic cord. The plies of the carcass 16 
obtained in this manner have no such problem that the metallic wires come 
apart from each other in a later step. 

According to the present invention, the carcass 16 is formed by at 
least one ply having the embedded metallic cord arranged in a direction of 
70° to 90° with respect to the circumferential direction of the tire. A 
reinforcing layer of a steel cord, an aramid fiber cord, a polyester fiber cord 
or a nylon fiber cord can be arranged on the inner or outer side of the 



) 



carcass 16 for reinforcing . bead ^ ^ & ^ ^ 

The bead apex 19 arranged between the carcass i Ba „ Ji( . ( ,^ 
pot™ can be made of generally employed hard rubbe, soft rubber" 
commnatmn of the hard rubber and the soft rubber. Further 1 

carcas 16 for reducing separation between the rubber and the metal 

. fojxse? riir r &r a *-* ° r a b - *• » 

tire for a truck" a bus £ , T™"' emPl ° yed ** SUct a raaial 

5 to 30- witht let ^0 the c S 7 Sta t d " 3 C ° rd ^ ta lan ^ ° f 
examn l * r< T Ct *° the circumferential direction of the tire 14 for 
example, wmle the ply adjacent to the carcass 16 may be set to a cord » . 
of 40 to 70° while <?e«-ir,„ *t,~ j , y 0 a cord angle 

30= in general ThTu T ° f ** """""^ th " e at 5 to 

m general. The belt layer 17, preferably formed by the metallic 

a noer cord, a nylon fiber cord or a polyester fiber cord. 

Examples 

Example 1 

Various types of steel cords were prepared from steel wires for 

^^^^^^^^ 

m R bt 1 IeSUltS ° f the P"*™— evaluation 

-(.lXB.uhber_Penetrance 



A sample steel cord was taken out from each tire having a belt laver 

fhe stel' ° ™" rem ° Ved fi ™ « s « ™- forming 

the steel cord by sectionaUy cutting the steel cord with a knife TbTT 

of a portion „f a clearar.ee defined between the twe ^m v^wires alalf 

bundle o the remaining wires and completely filled up with X" as 

measured over about 10 cm for regarding the ratio of the length of the 



portion fflled with rubber to the total length as penetrance of rubber This 
measurement was performed on !0 samples, for regarding the aver" 
value as the measured value of the cord. average 

(2) Rolling Resistance 

j 1269 R °dl g T S T e ? 6aCh St6el C ° rd W3S measuled •«**»« to SAE 

re LstlTe ^ nUmber ^ refe ™« to rolling 

resistance of the pnor a* 1 (100). The rolling resistance is reduced in 
proportion to the index number. reduced in 

(3) Durability 

Each tire was combined with a prescribed rim, filled with a 
prescribed interna, pressure and mounted to a car for repetitively driving 
along a figure-eight course formed by combining two circles of 14 m in 
diameter with each other 500 times Th»,„,ft «. ^ m 
for mm «n.,i, erouu times. Thereafter the tire was dismantled 

for counting the number of cut portions of a belt cord and displaying the 
durabihty „th an index number with reference to the prior it S A 

(4) Economy 

excelled St6el C ° rd f0 ™ ed by " Mtau "M -T" was regarded as 
excellent in economy since a stranding step was omittable while each steel 

steef ^ legarded 33 eXCeUent when the Arming the 

stee, cord did not come apart from each other during a tire molding step 

cord came apart from each other. fflgjnesteel 
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It is understood from Table 1 that the inventive metallic cords are 
excellent in rubber penetrance and the tires employing the same are 
excellent in rolling resistance, durability, workability and economy in all 
Examples. 

Example 2 

Various types of steel cords were prepared from steel wires for 
manufacturing tires for trucks or buses of 11R22.5 in size by way of trial in 
the structure shown in Fig. 4 with binders in specifications shown in Table 
2. In each tire, a cord angle of a carcass was 90° with respect to the 
circumferential direction. These tires were subjected to performance 
evaluation in the following methods. Table 2 also shows the results of the 
performance evaluation. 

(1) Rusting Index Number after Driving 

After driving by about 200,000 km, each tire was dismantled for 
observing a rusting situation of the metallic cord and displaying a rusting 
index number with reference to that of the prior art 2 (100). A small 
numeral value indicates small rusting. 

(2) Strength Retention after Driving 

After driving by about 200,000 km, each tire was dismantled and the 
metallic cord was taken out for displaying strength retention with an index 
number with reference to the strength before driving (100). A small 
numeral value indicates exceUent strength retention. 

Rubber penetrance, economy and workability were evaluated by 
methods similar to those employed in Example 1. 
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It is understood from Table 2 that Examples 5 to 7 according to the 
present mvention are excellent in rubber penetrance as well as rusting 
index number and strength retention and workability and economy of tires 

^though the present invention has been described and illustrated in 
detaal it is clearly understood that the same is by way of illustration and 
example only and is not to be taken by way Of limitation, the spirit and 
scope of the present invention being limited only by the terms of the 
appended claims. 

According to the present invention, as hereinabove described a 
plurality of metallic wires are bundled in an unstranded state and shaped 
with a bmder meltable in a topping step or a curing step for forming a 
metallic cord and applying the metallic cord to a belt layer, whereby 
penetration of rubber in the metallic cord is improved for improving 
characteristics such as rolling resistance and durability of a tire 
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